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PROCESSES

Pickling                Clean in pickle,

Binding                 Bind the four cup-shaped motifs to the foun-

dation. The ball on the end of the cone should
rest on the point of the oval ring of the foun-
dation.

Insert the wire ends which extend from the
coiled cones through the center hole in the
foundation,

Draw the four ends of the square knot through
the same hole.
Spread the wires on the back of the foundation.

Soldering               Solder the motifs and wires to the foundation.

Brooch                  Solder the joint and the catch on the back of

Fittings                 the foundation,
p. 252

Cleaning               Clean in pickle and remove any excess solder

p. 70                    with a file and scotch stone.

Polishing               Buff with a bristle buffing wheel and tripoli.

p. 71                    Polish with a chamois or cloth buffing wheel.

Coloring                Color with potassium sulphide solution,

p. 72                    Remove any excess color with whiting.

Polish with a chamois or cloth buffing wheel.

Riveting                Rivet the pin stem in the joint.

Pin

Stem
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